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Electric device comprising phase change material 



The invention relates to an electric device with a body having a resistor 
comprising a phase change material being changeable between a first phase and a second 
phase, the resistor having an electrical resistance which depends on whether the phase change 
material is in the first phase or the second phase, the resistor being able to conduct a current 
5 for enabling a transition from the first phase to the second phase. 

WO-A 00/57,498 discloses an embodiment of an electric device having a 
resistor comprising of a phase change material, which has approximately a composition of 

10 Sb2Te 5 Ge2. It may be, e.g., Sb22Te 5 6Ge 22 or Sb 2 9Te57Gei 4 . The phase change material is able 
to be in a first phase, which may be, e.g., crystalline, and it is able to be in a second phase, 
which may be, e.g., amorphous. Alternatively, one or both of the first phase and the second 
phase may be partly amorphous and partly crystalline, provided that the resistor with the 
phase change material in the first phase and the resistor with the phase change material in the 

15 second phase have different values of the electrical resistance. 

The resistor is electrically connected to a first conductor and a second 
conductor such that the value of the electrical resistance can be measured. The first conductor 
and the second conductor may comprise, e.g., one or more of the following materials: 
titanium, titanium nitride, titanium aluminum nitride, titanium carbon nitride, titanium 

20 silicon, molybdenum, carbon, tungsten, and titanium tungsten. 

The resistor, the first conductor and the second conductor are able to conduct a 
current which via heating enables transitions of the phase change material between the first 
phase and the second phase. It is believed that for a transition from a phase with a relatively 
good conductivity such as a crystalline phase or a mainly crystalline phase, to a phase with a 

25 relatively poor conductivity such as an amorphous phase or a mainly amorphous phase, the 
heating by a sufficiently strong current melts the phase change material. In the remainder the 
terms "crystalline" and "amorphous" are used to refer to a crystalline phase or a mainly 
crystalline phase, and to an amorphous phase or a mainly amorphous phase, respectively. The 
heating may be achieved by the resistance of the first conductor, the second conductor, the 
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resistor itself and the contact resistance between these elements. Which of these resistances 
contributes most to the heating depends in general on the materials and shapes of these 
elements. The heating ends when switching off the current. The phase change material then 
cools down and arranges in a more amorphous order. 
5 When inducing a transition from a phase with a relatively low electrical 

conductivity to a phase with a relatively high electrical conductivity, the heating is initially 
counteracted by the poor conductivity, which limits the current conducted through the phase 
change material It is believed that by applying a sufficient voltage, the so called break down 
voltage, across the resistor it is possible to locally induce an electrical breakdown in the 

10 phase change material, which leads to a high local current density. The corresponding heating 
is then sufficient to increase the temperature of the phase change material above its 
crystallization temperature thereby enabling the phase transition from the amorphous phase 
to the crystalline phase. 

The known electric device can be used as a resistor with an electrically 

15 adjustable resistance. This type of device may be used in all types of circuits and integrated 
circuits which require a resistor with a resistance switchable between a first value and a 
second value. 

The known electric device is particularly suited for use as electrically writable 
and erasable memory cell, which carries information encrypted in the value of the electrical 

20 resistance. The memory cell is assigned, e.g., a "0" when the resistance is relatively low and 
a "1" when the resistance is relatively high. The resistance may be easily measured by 
supplying a voltage across the resistor and measuring the corresponding current. The memory 
element can be written and erased by inducing a transition from a first phase to a second 
phase as described above. 

25 It is a disadvantage of the known electric device that the switching time from 

the amorphous phase to the crystalline phase is relatively long. This limits the rate at which 
the resistor value can be set. 



30 It is an object of the invention to provide an electric device as described in the 

opening paragraph which has a relatively short switching time from the amorphous phase to 
the crystalline phase. 

The invention is defined by the independent claims. The dependent claims 
define advantageous embodiments. 
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The invention is based on the insight that the class of phase change materials 
used in the claimed invention has a different crystal growth mechanism than the known phase 
change materials. In the known phase change materials used for electrical devices, the phase 
transition from the amorphous phase to the crystalline phase takes place by nucleation i e 
the crystallization starts from several randomly distributed points within the amorphous 
phase. The crystallization time in the known device is therefore independent of the volume of 
the amorphous phase. It is restricted by the nucleation time which is in the order of 50 ns for 
the known phase change materials. 

In contrast to this, the electric device according to the invention comprises a 
Phase change material which is a so-called fast growth material. In fast growth materials the 
crystalline phase grows at a high speed, the so-called crystallization speed, from the border 
between the amorphous phase and the crystalline phase. For these materials the 
crystallization time depends on the volume of the amorphous phase. This allows for a 
relatively short switching time from the amorphous phase to the crystalline phase in 
particular when the size of the amorphous phase is relatively small, e.g. below 5o'nm. 

In the field of optical recording, these advantageous properties related to the 
phase transition between the amorphous phase and the crystalline phase of Sb 69 Te 3x are 
known from the article "Phase-change media for high-numerical-aperture and blue- 
wavelength recording" by H.J. Borg et al., Japanese Journal of Applied Physics, volume 40 
pages 1592-1597, 2001. This article, however, does not mention that fast growth materials ' 
surprisingly have other properties which make them suitable as phase change material in the 
electncal device according to the invention. The inventors of the present invention have in 
particular established that these fast growth phase change materials are changeable between a 
first phase and a second phase, the resistor having an electrical resistance which depends on 
whether the phase change material is in the first phase or the second phase, the resistor being 
able to conduct a current for enabling a transition from the first phase to the second phase. 

Preferably, the electric device according to the invention comprises a phase 
change material with crystallization speed of at least 1 m/s. The amorphous phase change 
n^enal of the known electric device has dimensions in the order of 10 to 20 nm. Applying 
the phase change material according to the invention in such a device results in a switching 
time of 10 to 20 ns or less. 

In an embodiment the phase change material is a composition of formula Sb, 
M C with c satisfying 0.05< c< 0.61, and M being one or more elements selected from the 
group of Ge, In, Ag, Ga, Te, Zn and Sn. Optionally, the material may comprise relatively 
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small amounts, e.g. less than 5 atomic percent, of other elements such as, e.g., As, S, Se 
which do not significantly change the crystallization and the electrical break-down behavior. 

The electric device according to the invention has the additional advantage 
that the break down voltage required for switching from the high resistive amorphous state to 
the low resistive crystalline phase is lower than that of the known electric device. This is 
particularly advantageous when using advanced transistors to switch the electric device 
because the advanced transistors have smaller dimensions and are therefore able to provide 
only a relatively small voltage. The inventors have established that the break down voltage 
scales approximately with the band gap of the phase change material in the amorphous state, 
and that the band gap decreases with increasing Sb amount. Preferably, the phase change 
material comprises at least 50 atomic percent of Sb. It is further preferred that the phase 
change material comprises at least 10 atomic percent of one or more elements M because in 
this way the stability of the amorphous phase is increased and the phase change material in 
the amorphous phase can be subjected to relatively high temperatures before spontaneous re- 
crystallization occurs. 

A further advantage of the electric device according to the invention resides in 
the fact that the resistivity of the crystalline phase is lower than that in the known electric 
device. Therefore, the ohmic losses in the crystalline phase are smaller than those in the 
known electric device allowing for saving power. Moreover, the contact resistance between 
the first conductor and the phase change material, and between the second conductor and the 
phase change material in the electric device according to the invention is lower than that in 
the known electric device. This allows one to use a smaller first contact area and/or second 
contact area which for the electric device according to the invention results in a shorter 
switching time between the amorphous phase and the crystalline phase. 

In the electric device according to the invention a smaller amount of Te is used 
than in the known electric device. This has the advantage that the phase change material is 
less reactive which improves the stability of the electric device. In particular, reactions at the 
interface between the phase change material and the conductors connected to it are reduced. 
In addition the phase change material of the electric device according to the invention has a 
relatively low vapor pressure due to the reduced Te amount which allows for higher 
processing temperatures. Preferably, the phase change material is substantially free of Te. 

Preferably, the one or more elements M comprise Ge and/or Ga. An electric 
device comprising a phase change material comprising Ge and/or Ga has the advantage that 
" the crystallization temperature is relatively high and therefore* the amorphous phase is stable. 
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up to relatively high temperatures. The crystallization temperature and thus the stability of 
the amorphous phase increases with increasing Ge and/or Ga concentration. Preferably, the 
phase change material comprises Ge and/or Ga at concentrations which are in total between 5 
and 35 atomic percent, more preferred between 15 and 25 atomic percent. It is often preferred 
if the phase change material comprises less than 30 atomic percent of Ge because otherwise 
the crystallization temperature and the melting temperature are so high that a relatively high 
energy is required to induce a phase transition from the amorphous phase to the crystalline 
phase, and back. The crystallization speed decreases when increasing the total concentration 
of Ge and Ga. This dependence of the crystallization speed upon the Ge and/or Ga 
concentration may be used to adjust the crystallization speed. 

Moreover, it is also preferred that the phase change material comprises less 
than 35 atomic percent of Ga because at higher Ga concentrations the difference between the 
electric resistance in the amorphous phase and in the crystalline phase is relatively small 
which may lead to errors when measuring the resistance. Preferably, the phase change 
material comprises less than 25 atomic percent of Ga. 

In one embodiment, the phase change material comprises In and/or Sn. 
Preferably, the phase change material comprises In and/or Sn at concentrations which are in 
total between 5 and 30 atomic percent. A phase change material comprising In and/or Sn has 
a relatively high crystallization speed and a relatively low melting temperature which implies 
that a relatively small energy is required for inducing the transition from the first phase to the 
second phase. It is often advantageous if the phase change material comprises in total 
between 15 and 25 atomic percent of In and/or Sn. Preferably, the phase change material 
comprises approximately 20 atomic percent of these materials. 

When the phase change material comprises in total more than 20 atomic 
percent of Ge and/or Ga, it is preferred that the phase change material further comprises one 
or more elements selected from In and Sn at concentrations which are less than 30 atomic 
percent. The electric device according to this embodiment has a relatively high stability of 
the amorphous phase due to the presence of Ge and/or Ga and a relatively low melting 
temperature due to the presence of one or more elements selected from In and Sn: 

In a variation of this embodiment the phase change material is a composition 
of formula Sb a TebXioo-<«*-b) with a, b and 100-(a+b) denoting atomic percentages satisfying 
1< a/b < 8 and 4< l00-(a+b)< 22 , and X being one or more elements selected from the group 
of Ge, In, Ag, Ga, Zn and Sn. Adding the latter element has the advantage that the phase 
change material has a relatively high crystallization speed. Optionally, the material may 
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compnse relatively small amounts, e.g. less than 5 atomic percent, of other elements such as 
e.g., As, S, Se which do not significantly change the crystallization and the electrical break- ' 
down behavior. 

It is advantageous if the element X comprises Ge. An electric device 
comprising a phase-change material comprising Ge has the advantage that the crystallization 
temperature is relatively high and therefore, the amorphous phase is stable up to relatively 
high temperatures. 

In an embodiment the phase-change material comprise* more than 10 atomic 
percent and less than 22 atomic percent of Ge. In this case the crystallization temperature of 
the phase-change material is between 180 and 250 degrees Celsius. When the crystallization 
temperature is lower than 180 degrees Celsius, the stability of the amorphous phase may be 
^sufficient, in particular when the electric device may be subjected to relatively high 
temperatures. When the crystallization temperature is higher than 200 degrees Celsius such 
as, e.g., 250 degrees Celsius, a relatively high switching power is required to induce a phase 
transition from the amorphous phase to the crystalline phase. 

It is advantageous if the first contact area is smaller than or equal to the second 
contact area, the first contact area having a characteristic dimension d, 6-a/b being smaller 
than d where d is in nm. This embodiment of the invention is based on the following insight- 
in order to be able to perform a phase transition from the crystalline phase to the amorphous 
Phase it is required that the cooling time, i.e. the time in which the phase change material 
cools down to a temperature below the crystallization temperature is smaller than the 
crystallization time, i.e. the time required for a transition from the amorphous phase back to 
the crystalline phase. If this condition is not met, the melted amorphous material re- 
crystallizes during cooling down, resulting in the same phase as before the heating i e the 
phase transition from the crystalline phase to the amorphous phase is not possible. 

For the phase change material of the electric device according to the invention 
the crystallization starts at the border of between the amorphous phase and the crystalline 
phase. Therefore, the crystallization time is given by the characteristic dimension of the 
amorphous volume divided by the crystallization speed. Here, the characteristic dimension is 
the largest distance between the point which is the last to crystallize and the border between 
the amorphous phase and the crystalline phase at the start of the phase transition. This 
dimension can be approximated by the characteristic dimension of the first contact area 
provided that the first contact area is not larger than the second contact area. 
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The inventors have determined the cooling time from simulations and the 
crystallization speed as function of the composition of the phase change material from 
experiments. Using the results of these simulations and measurements combined with the 
above described criterion it can be shown that 6*a/b has to be smaller than d where d is in nm 

5 in order to prevent complete re-crystallization during cooling down of the amorphous phase. 

In some cases the characteristic dimension of the amorphous phase change 
volume extends beyond the first contact area, the amorphous phase having approximately 
twice the size of the first contact area. The requirement can then be relaxed to 3-a/b being 
smaller than d where d is in nm. In this case a first contact area with a two times smaller 

10 surface area can be used. 

In an embodiment the phase change material of the resistor is in direct contact 
with a crystallization layer having a crystal structure. This crystallization layer is 
advantageous in situations where a volume with the amorphous phase has a surface area 
which is in direct contact with a material different from the phase change material. When 

1 5 performing a phase transition from a the amorphous phase to the crystalline phase, the phase 
change material of the electric device according to the invention starts growing from the 
interface between the crystalline phase and the amorphous phase. At the surface area which is 
in direct contact with a material being different from the phase change material, the 
crystallization is therefore delayed, leading to a relatively long crystallization time. By 

20 introducing a crystallization layer having a crystal structure the crystal growth at the surface 
area can be expedited. Preferably, the crystal structure of the crystallization layer is similar to 
that of the phase change material. 

It is advantageous if the crystallization layer has a thickness smaller than 100 
nm. The crystallization layer is a potential heat sink, in particular due to its crystal structure. 

25 In order to limit the corresponding heat flow out of the phase change material during heating 
for promoting a phase transition, the crystallization layer should be relatively thin. 
Crystallization layers with a thickness larger than 100 nm lead to a relatively large heat flow 
out of the phase change material. Preferably, the thickness of the crystallization layer is 
smaller than 50 nm. 

30 Preferably, the crystallization layer is in direct contact with the first contact 

area and/or in direct contact with the second contact area because the phase change material 
is often amorphous in the vicinity of the first contact area and/or the second contact area. It is 
often advantageous if the crystallization layer is electrically conducting and electrically 
connecting the first contact area and the second contact area. In this case the crystallization 
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layer constitutes an electrical bypass arranged in parallel to the phase change material. The 
crystallization layer is then able to conduct a current which can be used to indirectly heat the 
phase change material for promoting the transition from the first phase to the second phase. 

Preferably, a melting temperature of the crystallization layer is larger than a 
melting temperature of the phase change material. Preferably, the crystallization layer is 
chemically relatively stable to reduce the chance that the material of the crystallization layer 
mixes with the phase change material. 

The crystallization layer is particularly advantageous if multi bits are stored in 
one electric device. In this case the volume of the phase change material undergoing the 
phase transition determines which bit is stored. It is then often convenient to use a volume 
undergoing the phase transition which extends beyond the first contact area and/or the second 
contact area. In particular in these cases the crystallization layer is beneficial. 

In an embodiment of the electric device according to the invention the first 
conductor, the second conductor, the resistor and the layer constitute amemory element, and 
the body comprises an array of memory cells, each memory cell comprising a respective' 
memory element and a respective selection device, and a grid of selection lines, each memory 
cell being individually accessible via the respective selection lines connected to the 
respective selection device. 

Such an electric device can be used as a non-volatile, electrically writable, 
electrically readable and electrically erasable memory. Because each memory cell comprises 
a selection device, individual memory elements can be conveniently selected for reading, i.e. 
for measuring the value of the electrical resistance, and for writing and erasing, i.e. for 
inducing a transition from a first phase to a second phase. 

The memory elements of the present invention may be electrically coupled to 
selection devices and to selection lines in order to form a memory array. The selection 
devices permit each discrete memory cell to be read and written to without interfering with 
information stored in adjacent or remote memory cells of the array. Generally, the present 
invention is not limited to the use of any specific type of selection device. Examples of 
selection devices include field-effect transistors, bipolar junction transistors, and diodes such 
as known from, e.g., WO-A 97/07550. Examples of field-effect transistors include JFET and 
metal oxide semiconductor field effect transistor (MOSFET) such as known from, e.g., WO- 
A 00/39028. Examples of MOSFET include NMOS transistors and PMOS transistors. ' 
Furthermore NMOS and PMOS may even be formed on the same chip for CMOS 
technologies. — - - - 
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Usually, such types of electric devices are as compact as possible which 
implies that the mutual distance between adjacent resistors is small. In these electric devices 
comprising a dielectric material according to the invention 1he cross talk is reduced. 

In one embodiment the selection device comprises a MOSFET having a source 
region, a drain region and a gate region, and the grid of selection lines comprises N first 
selection lines, M second selection lines, N and M being integers, and an output line, the first 
conductor of each memory element being electrically connected to a first region selected 
from the source region and the drain region of the corresponding metal oxide semiconductor 
field effect transistor, the second conductor of each memory element being electrically 
connected to the output line, a second region of the corresponding metal oxide semiconductor 
field effect transistor which is selected from the source region and the drain region and which 
is free from the first region, being electrically connected to one of the N first selection lines, 
the gate region being electrically connected to one of the M second selection lines. 

In this type of device the resistor can be conveniently integrated with the 
selection device. 



These and other aspects of the electric device according to the invention will 
be further elucidated and described with reference to the drawings, in which: 

Fig. 1 is a cross section of an embodiment of the electric device; 

Figs. 2A and 2B are plots of the switching from the amorphous phase to 
crystalline phase, and from the crystalline phase to amorphous phase, respectively; 

Fig. 3 is a plot of the current as function of the applied voltage when switching 
from the amorphous phase to crystalline phase; 

Fig. 4 is a plot of the crystallization speed as function of the Sb/Te ratio; 

Fig. 5 is a plot of the crystallization speed as function of the Ge content; 

Figs. 6A and 6B are plots of the sheet resistance R as function of the 
temperature of SbgsGais and Sb 85 Gei 5 , respectively; and 

Fig. 7 is a cross section of another embodiment of the electric device, and by 

means of some tables, in which: 

Table 1 shows embodiments of the phase change material comprising Te used 

m *fce electric device; 

Table 2 shows crystallization temperature for various compositions; 
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Table 3 shows examples of the phase change material being a composition of 
formula SbnM, with c satisfying 0.05< c< 0.61, and M being one or more elements selected 
from the group of Ge, In, Ag, Ga, Te, Zn and Sn; and 

Table 4 shows minimum characteristic dimensions for the phase change 
materials of Table 1. 

The Figures are not drawn to scale, In general, identical components are 
denoted by the same reference numerals. 



The electric device 1, shown in Fig. 1, has a body 2 which comprises a 
substrate 10 which may comprise, e.g., a single crystal p-doped silicon semiconductor wafer. 
On a main surface of the substrate 10 a resistor 7 is embedded in a dielectric 13, e.g., silicon 
oxide. The resistor 7 comprises a phase change material changeable between a first phase and 
a second phase. The phase change material of the electric device 1 is a fast growth material 
which preferably has a crystallization speed of at least 1 m/s. In one embodiment the phase 
change material is a composition of formula Sb^ with c satisfying 0.05< c< 0.61, and M 
being one or more elements selected from the group of Ge, In, Ag, Ga, Te, Zn and Sn. 
Preferably, c satisfies 0.05 < c < 0.5. Even more preferably, c satisfies 0.10 < c < 0.5. A 
group of advantageous phase change materials has one or more elements M other than Ge 
and Ga at concentrations which are in total smaller than 25 atomic percent and/or comprise in 
total less than 30 atomic percent of Ge and/or Ga. Phase change materials comprising more 
man 20 atomic percent of Ge and Ga and one or more elements selected from In and Sn at 
concentrations which are in total between 5 and 20 atomic percent have a relatively high 
crystallization speed and at the same time a relatively high stability of the amorphous phase. 

In another embodiment the phase change material is a composition of formula 
SbaTebXucKa+b) with a, b and 100-(a+b) denoting atomic percentages satisfying 1< a/b < 8 
and 4< 100-(a+b)< 22 , and X being one or more elements selected from Ge, In, Ag, Ga and 
Zn. The phase change material may be, e.g., Sb 72 Te 20 Ge 8 , other embodiments of the above 
mentioned class of phase change materials will be described below. The resistor 7 has a 
surface with a first contact area 5 and a second contact area 6, and an electrical resistance R 
between these two contact areas. The electrical resistance has a first value when the phase 
change material is in the first phase and a second value when the phase change material is in 
the second phase. The phase change material may be deposited by sputtering as descried in 
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the article "Phase-change media for high-numerical-aperture and blue-wavelength recording" 
by H.J. Borg et al., Japanese Journal of Applied Physics, volume 40, pages 1592-1597, 2001. 

the body 2 further comprises a first conductor 3 of, e.g., titaniumdisilicide 
(TiSi 2 ) which is electrically connected to the first contact area 5, and a second conductor 4 of 
titanium nitride (TiN), which is electrically connected to the second contact area 6. The first 
conductor 3 and the second conductor 4 are connected to metal lines 8 and 9, respectively. 
The metal lines 8 and 9 comprise tungsten and have contact pads 1 1 and 12, respectively, 
which allow for conducting a current through me first conductor 3, the second conductor 4 
and the resistor 7 for heating of the phase change material to enable a transition from the first 
phase to the second phase. For a good stability of the interface at the first contact area 5 and 
the second contact area 6 it is preferred that the phase change material is substantially free of 
Te. 

To characterize the switching behavior of the electric device 1, a voltage U 
was provided between contact pads 1 1 and 12, and the current I flowing due to this voltage 
was measured. Typical results of such measurements are shown in Figs. 2A and 2B, where 
the solid line and the dotted line denote the voltage U and current I, respectively. 

For the measurement of Fig. 2A the resistor 7 was initially att=0 in the 
amorphous phase. At t=50 ns a first voltage pulse of approximately 0.15 V was applied 
which did not lead to any significant current I during this voltage pulse. This demonstrates 
that the phase change material of the resistor 7 was indeed in the high resistive amorphous 
state. At t=<200 ns a second voltage pulse of approximately 0.5 V was applied which did lead 
to a current I of 300 uA during this voltage pulse. Here, the supplied voltage was larger than 
the break down voltage and therefore, a significant current I is detected. At t=370 ns a third 
voltage pulse substantially identical to the first voltage pulse was applied which does lead to 
a detectable current I of approximately 80 uA. This shows that the phase change material is 
in a more crystalline phase with a lower resistance during the third voltage pulse. The current 
conducted through the resistor 7 during the second voltage pulse was sufficient to heat the 
phase change material for promoting the transition from the amorphous phase to the 
crystalline phase. 

For the measurement of Fig. 2B the resistor 7 was initially at 1=0 in the 
crystalline phase. At t=50 ns a fourth voltage pulse substantially identical to the first voltage 
pulse was applied which does lead to a detectable current I of approximately 80 uA. This 
shows that the phase change material is in a more crystalline phase with a lower resistance 
analogous to the time of the third voltage pulse. At t=<200 ns a fifth voltage pulse of 
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approximately 0.8 V was applied which does lead to a current I of 700 uA during this voltage 
pulse. Here, the supplied voltage was large enough to melt the crystalline phase and the 
cooling down of the melted amorphous phase was fast enough to freeze the phase change 
material in an amorphous phase. As a result, a sixth voltage pulse substantially identical to 
the first voltage pulse provided at t=370 ns does no longer lead to a detectable current L 

The voltage pulses each had a duration of 10 ns. The results of Fig. 2A and 2B 
show that the electric device 1 according to the invention can be switched from the 
amorphous phase to the crystalline phase, and from the crystalline phase to the amorphous 
phase with a switching time of at most 10 ns which is approximately a factor of 3 to 5 faster 
than that of the known electrical device. 

The electrical break down behavior of the electric device 1 according to the 
invention and that of the known electric device are compared in Fig. 3. For both devices the 
current I is measured as function of the applied voltage U. The measurements were started 
with the phase change material being in the amorphous phase. A voltage of 0.1 V was applied 
to the devices which resulted in a small current I. Subsequently the voltage was increased and 
for each voltage the corresponding current was measured. 

In the electric device 1 according to the invention the break down occurred 
approximately at U M =0.45 V leading to a largely increased current I. In the known electric 
device the break down occurred approximately at 11^=0.6 V. Further increasing the voltage 
U resulted in a linearly increasing current I. The coiresponding differential resistance for 
voltages U larger than the break down voltage U M is denoted R M . The result shown in Fig. 3 
illustrates that the electric device 1 according to the invention has a smaller break down 
voltage than the known electric device. 

When the phase change material is a composition of formula ShaTebXi«Krt.) 
with a, b and 1 00-(a+b) denoting atomic percentages satisfying 1< a/b < 8 and 4< 1 00- 
(a+b)< 22 , and X being one or more elements selected from Ge, In, Ag, Ga and Zn, the 
crystallization speed of the phase change material used in the electric device 1 can be tuned 
by varying the Sb/Te ratio as shown in Fig. 4. The crystallization speed is 1 m/s or larger and 
it increases approximately linearly with increasing the amount of Sb with respect to the 
amount of Te. The phase change material of the electric device 1 according to the invention 
comprises Sb and Te in ratio Sh/Te larger than 1 and smaller than 8. Preferably, the ratio is 
smaller than 4 because for larger ratios the crystallization speed is above approximately 4.5 
m/s. In many cases it is then not possible to obtain an amorphous phase because the phase 
change material crystallizes before it is cooled down below the crystallization temperature. 
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The phase change material further comprises 4 to 22 atomic percentage of an element X 
selected from Ge, In, Ag, Ga and Zn. The element X may comprise one or more of these 
elements. Examples of this type of phase change material are given in Table 1. The 
crystallization speed of the phase change material is above 1 m/s and increasing with 
increasing the Sb/Te ratio, independent of the choice of the element X and its concentration. 
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Table 1: Examples of the phase change material being a composition of formula Sb a TebXi 0 o- 
(a+b) with a, b and 100~(a+b) denoting atomic percentages satisfying 1< a/b < 8 and 4< 100- 
(a+b)< 22 , and X being one or more elements selected from Ge, In, Ag, Ga and Zn. Ge, In, 
Ag and Ga denote the atomic percentage of these elements comprised in the phase change 
material, Sb/Te denotes the ratio of the atomic percentage of Sb and Te. 
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When the phase change material is a composition of formula SbiJVl c with c 
satisfying 0.05< c< 0.61, and M comprising Ge, the crystallization speed of the phase change 
material used in the electric device 1 can be tuned by varying the Ge content as shown in Fig 

5. • 

The phase change materials being a composition of formula Sb,-cMc with c 
satisfying 0.05< c< 0.61, and M being one or more elements selected from the group of Ge, 
In, Ag, Ga, Te, Zn and Sn have crystallization temperatures, shown in Table 2, which are 
typically 50-100°C higher than those of the compositions near the GeTe-SbaTea tie-line. 

Additional advantages of these materials are that the high crystallization 
temperature is relatively high and that the sheet resistance of the crystalline phase is 
substantially independent of the temperature for temperatures up to 400°C. 
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Ge 5 In 2 oSb85 
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Ga 2 oIni 5 Sb65 


215 
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Gei5Sn2oSb$5 


212 


180 



Table 2: Crystallization temperature for various compositions of the phase change material. 

The phase change materials being a composition of formula Sb,^M c with c 
satisfying 0.05< c< 0.61, and M being one or more elements selected from me group of Ge, 
In, Ag, Ga, Te, Zn and Sn have a sheet resistance R shown in Figs. 6A and 6B for SbssGa j 
and Sb 8 sGe,s, respectively, which changes by at least two orders of magnitude upon 
crystallization. 
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Table 3: Examples of the phase change material being a composition of formula SbiJvlc with 
c satisfying 0.05< c< 0.61, and M being one or more elements selected from the group of Ge, 
5 In,Ag,Ga,ZnandSn. 

In another embodiment, shown in Fig. 7, the electric device 100 is formed in 
body 101 comprising a semiconductor substrate 102 analogous to substrate 10 of Fig. 1. It 
comprises anNxM array of memory cells which array is identical to that known from WO- 
10 A 00/57498, see in particular Fig. 4 of that patent application. Here, N and M are integers. 
Eads memory cell comprises a respective memory element 103 and a respective selection 
device 104. In the embodiment shown in Fig. 7 each memory cell comprises two independent 
memory elements 103A and 103B. The first conductor 130A, the second conductor 270A, the 
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resistor 250 and the layers 127A and 128 constitute memory element 103A, and the first 
conductor 130B, the second conductor 270B, the resistor 250 and the layers 127B and 128 
constitute memory element 103B. In other words, the memory elements 103A and 103B 
share the same resistor 250 and the same layer 128. In another embodiment, not shown, layer 
128 is omitted and layer 250 is in direct contact with layer 260. In yet another embodiment, 
also not shown, layer 127A and/or 127B are omitted. 

The resistor 250 comprises one of the phase change materials described above 
It has a surface with first contact areas 132A and 132B, and second contact areas 272A and 
272B, respectively. As part of memory element 1 03A, the resistor 250 has an electrical 
resistance between the first contact area 132A and the second contact area 272A which has a 
first value when the phase change material is in the first phase and a second value when the 
phase change material is in the second phase. As part of memory element 103B, the resistor 
250 has an electrical resistance between the first contact area 132B and the second contact 
area 272B which has a first value when the phase change material is in the first phase and a 
second value when the phase change material is in the second phase. 

The contact areas 132A and 132B are smaller than or equal to the second 
contact areas 272A and 272B, respectively. The first contact areas 132A and 132B each have 
a characteristic dimension d. In one embodiment the atomic percentages a and b of Sb and 
Te, respectively, are smaller than d/3 where d is in nm. For a given ratio a/b this implies that 
the minimum characteristic dimension of the first contact area 132 is d fflin)1 = 6-a/b where d is 
in nm. Typical values of d,^, for various ratios of a/b are given in Table 4. 

When the amorphous volume extends beyond the first contact area, the 
minimum characteristic dimension of the first contact area 132 can be relaxed to 
approximately d^ 3-a/b where d is in nm. Typical values are also shown in Table 4 
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Table 4: Minimum characteristic dimension of an electric device 1 in which the phase change 
material does not extend beyond the first contact area 132 and in which it extends to 
5 approximately twice the characteristic dimension of the contact area. In the first case the 
minimum allowable characteristic dimension is dm^i, in the latter it is dm^. 

The first conductors 130A and 130B are electrically connected to the first 
contact areas 132A and 132B, respectively. The second conductors 270A and 270B are 

10 electrically connected to the second contact areas 272A and 272B, respectively. The first 
conductor 130A, the second conductor 270A and the resistor 250 are able to conduct a 
current for heating of the phase change material to enable a transition from the first phase to 
the second phase thereby changing the electrical resistance of the first memory element 
103 A. Analogously, the first conductor 130B, the second conductor 270B and the resistor 

15 250 are able to conduct a current for heating of the phase change material to enable a 

transition from the first phase to the second phase thereby changing the electrical resistance 
of the second memory element 103B. 

As shown in the embodiment shown in Fig. 7, a layer 260 of a dielectric 
material provides for electrical isolation between the resistor 250 and the output line 271 such 

20 that the resistor 250 is connected to the output line 271 only via the second conductors 270A 
and 270B. The dielectric layer 140 electrically isolates the first conductor 130A from the first 
conductor 130B. A dielectric layer 180 which may comprise borophosphosilicate glass 
(BPSG) is deposited on top of the electric device 100. 

Analogous to the electric device known from WO-A 00/57498, the first 

25 conductors 130A and 130B are conductive sidewall spacers, also referred to as conductive 
spacers, formed along the sidewall surfaces 126S of the dielectric regions 126. The area of 
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contact between the resistor 250 and the first conductors 130A and 130B are the first contact 
area 132A and 132B, respectively. Hence, the only electrical coupling between the resistor 
250 and the first conductors 130A and 130B is through all or a portion of the first contact 
area 132A and 132B, respectively. The remainder of the first conductors 130A and 130B is 
electrically isolated from the resistor 250 by dielectric layers 126 and 140. 

Alternately, the first conductor 130A and/or 130B may be formed as 
conductive sidewall spacers by conformally depositing one or more contact layers onto the 
sidewall surface or surfaces of a via hole as known from WO-A 00/57498. The via hole may 
be round, square, rectangular or irregularly shaped. The conductive sidewall spacers may also 
be formed by conformally depositing one or more contact layers onto the sidewall surfaces of 
a pillar or mesa. The remaining space in the via is filled with a layer of dielectric material. 

In the electric device 100, shown in Fig. 7, the phase change material of me 
resistor 250 is in direct contact with crystallization layers 127A 127B and 128, each of 
which has a crystal structure. The crystallization layer has crystal structure. It may be a 
conductor, a semiconductor or a dielectric. It may comprise, e.g., PbTe, Ag 2 Te, CrTe Pb, Ge 
and Si. It has a thickness between 2 and 100 nm. The crystallization layer 127A and 127B are 
in direct contact with the first contact area 132A and 132B, respectively. The crystallization 
layer 128 is in direct contact with the second contact area 272A and 272B. The crystallization 
layer 127B is electrically conducting and electrically connecting the first contact area 132B 
and the second contact area 272B. The crystallization layer 127B constitutes an electrical 
bypass arranged in parallel to the phase change material. 

The body 101 comprises a grid of selection lines comprising N first selection 
lines 190, M second selection linesl20 and an output line 271 such that each memory cell is 
individually accessible via the respective selection lines 120 and 190 connected to the 
respective selection device 104. Each of the memory elements 103A and 103B of electric 
device 100 is electrically coupled to a selection device 104 which is a MOSFET, and more 
specifically an NMOS transistor. The MOSFET has n-doped source regions 1 10, n-doped 
drain regions 1 12, and gate regions 1 18. The source regions 1 10 and the drain regions 1 12 
may comprise more than one portion of n-doped material, namely a lightly doped n-portion 
30 and a more heavily doped n+ portion. 

The n-doped source regions 1 10 and drain regions 1 12 are separated by 
channel regions 1 14. The gate regions 1 18, formed above the channel regions 1 14, control 
the flow of current from the source regions 110 to the drain regions 1 12 through the channel 
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regions 1 14. The gate regions 118, preferably comprise a layer of poly silicon. Separating the 
gate regions 118 from the channel regions 1 14 are dielectric regions 116. 

Channel stop regions 1 13 are formed in the n-doped drain regions 1 12 creating 
two neighboring, electrically isolated drain regions 1 12 for separate NMOS transistors. 
Generally, the channel stop regions 113 have a conductivity type opposite that of the source 
and drain regions 1 1 0, 1 12. In the NMOS embodiment shown, the channel stop regions 113 
comprises p-doped silicon. 

Formed above the gate regions 118 are selection lines 120 which preferably 
comprise a layer of tungsten silicide. Selection lines 120 are used to deliver the electrical 
signal to the gate regions 118. Formed above the selection lines 120 are the dielectric regions 
122 which electrically insulate the selection lines 120 from neighboring regions of the 
electric device 100. The stack of layers 116, 118, 120 are collectively referred to as the gate 
stacks. Dielectric regions 126 are formed on the sidewall surfaces of the gate stacks. 

Selection lines 190 are formed on top of the upper insulation regions 180. The 
selection lines 190 may be formed from a conductive material such as aluminum or copper. 
Tungsten plugs 144 electrically connect the selection lines 190 to the drain regions 1 10. It is 
noted that in the particular embodiment shown in Figure 2, two NMOS transistors share each 
of the tungsten plugs 144. A layer of titanium silicide (not shown) may be formed on the 
surface of the silicon substrate to improve the conductivity between the substrate 102 and the 
conductive sidewall spacers 130A and 130B as well as between the substrate 102 and the 
conductive plugs 144. The conductive plugs 144 are electrically insulated from the gate 
stacks by dielectric layers 126. 

The first conductors 130A and 130B of memory element 103 A and 103B, 
respectively, are electrically connected to a first region selected from the source region 110 
and the drain region 1 12 of the corresponding metal oxide semiconductor field effect 
transistor. In the embodiment of Fig. 2 the first region is the drain region 1 12. The second 
conductor 270 of each memory element 103A and 103B is electrically connected to the 
output line 271, which may comprise, e.g., the same material as the second conductor 270. A 
second region of the corresponding metal oxide semiconductor field effect transistor which is 
selected from the source region 1 10 and the drain region 1 12 and which is free from the first 
region, is electrically connected to one of the N first selection lines 190. The gate region 1 16 
is electrically connected to one of the M second selection lines 120. 
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In an alternative embodiment, the electric device has a structure as shown in 
any of the Figures of WO-A1-02/09206 or as disclosed in the description of WO-A1- 
02/09206. 

The electric device according to the invention is advantageously used in an 
electric apparatus such as, e.g. a computer, a television or a mobile phone, comprising a 
processor for, e.g., data processing to which processor a memory is coupled for storing 
information. The electric apparatus further comprises a display coupled to an output terminal 

In summary, the electric device 1, 100 has a body 2, 101 with a resistor 7, 250 
comprising a phase change material being changeable between a first phase and a second 
phase. The resistor 7, 250 has an electrical resistance which depends on whether the phase 
change material is in the first phase or the second phase. The resistor 7, 250 is able to conduct 
a current for enabling a transition from the first phase to the second phase. The phase change 
material is a fast growth material which may be a composition of formula Sbi-cH- with c 
satisfying 0.05< c< 0.61, and M being one or more elements selected from the group of Ge, 
In, Ag, Ga, Te, Zn and Sn, or a composition of formula SbaTebX^^t) with a, b and 100- 
(a+b) denoting atomic percentages satisfying 1 < a/b < 8 and 4< 100-(a+b)< 22 , and X being 
one or more elements selected from Ge, In, Ag, Ga and Zn. 

It should be noted that the above-mentioned embodiments illustrate rather than 
limit the invention, and that those skilled in the art will be able to design many alternative 
embodiments without departing from the scope of the appended claims. In the claims, any 
reference signs placed between parentheses shall not be construed as limiting the claim. The 
word "comprising" does not exclude the presence of other elements or steps than those listed 
in a claim. The word "a" or "an" preceding an element does not exclude the presence of a 
plurality of such elements. 



PHNL030259EPP 
CLAIMS: 



07.03.2003 



1. An electric device (1, 100) with a body (2, 101) having a resistor (7, 250) 
comprising a phase change material being changeable between a first phase and a second 
phase, the resistor (7, 250) having an electrical resistance which depends on whether the 
phase change material is in the first phase or the second phase, the resistor (7, 250) being able 
to conduct a current for enabling a transition from the first phase to the second phase, the 
phase change material being a fast growth material. 

2. An electric device (1, 100) as claimed in Claim 1, wherein the phase change 
material has a crystallization speed of at least 1 m/s. 

3 An electric device (1, 100) as claimed in Claim 1, wherein the phase change 

material is a composition of formula Sbj-oM 0 with c satisfying 0.05< c< 0.61, and M being 
one or more elements selected from the group of Ge, In, Ag, Ga, Te, Zn and Sn. 

4# An electric device (1, 100) as claimed in Claim 3, wherein c satisfies 

0.05 < c < 0.5. 

5> An electric device (1, 100) as claimed in Claim 4, wherein c satisfies 

0.10<c<0.5. 

6 An electric device (1, 100) as claimed in Claim 1, wherein the phase change 

material is substantially free of Te. 

7. An electric device (1 , 1 00) as claimed in Claim 3, wherein the phase change 

material comprises Ge and/or Ga at concentrations which are in total between 5 and 35 
atomic percent. 
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8 - ^ electric device (1, 100) as claimed in Claim 3, wherein the phase change 

material comprises In and/or Sn at concentrations which are in total between 5 and 30 atomic 
percent. 

9. An electric device (1, 100) as claimed in Claim 1, wherein the phase change 
material is a composition of formula Sb 8 Te,>Xioo-(a + b) with a, b and 100-(a+b) denoting 
atomic percentages satisfying 1< a/b < 8 and 4< 100-(a+b)< 22 , and X being one or more 
elements selected from the group of Ge, In, Ag, Ga, Zn and Sn. 

10. An electric device (1, 100) as claimed in Claim 9, wherein the phase-change 
material comprises at least 10 % and less than 22 % Ge. 

11. An electric device (1 00) as claimed in Claim 9, wherein the resistor (7, 250) 
has a first contact area (5, 132) and a second contact area (6, 272), the first contact area (132) 
being smaller than or equal to the second contact area (272), the first contact area (132) 
having a characteristic dimension d, d being larger than 6-a/b where d is in nm. 

12. An electric device (100) as claimed in Claim 1, wherein the phase change 
material of the resistor (250) is in direct contact with a crystallization layer (127, 128) for 
expediting the transition from an amorphous phase to a crystalline phase. 

13. An electric device (100) as claimed in Claim 12, wherein the crystallization 
layer (127, 128) is in direct contact with the first contact area (132) and/or in direct contact 
with the second contact area (272). 

14. An electric device (100) as claimed in Claim 1, wherein the resistor (250), a 
first conductor (130) and a second conductor (270) electrically connected to the resistor (250) 
constitute a memory element (103), and the body (101) comprises: 

an array of memory cells, each memory cell comprising a respective memory 
element (103) and a respective selection device (104), and 

a grid of selection lines (120, 190), 
each memory cell being individually accessible via the respective selection lines (120, 190) 
connected to the respective selection device (104). 
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15. An electric device (100) as claimed in Claim 14, wherein: 

the selection device (104) comprises a metal oxide semiconductor field effect 
transistor having a source region (1 10> a drain region (1 12) and a gate region (1 16), and 
the grid of selection lines comprises N first selection lines (1 90), M second 
5 selection lines (120), N and M being integers, and an output line (271), 

the first conductor (130) of each memory element (103) being electrically connected to a first 
region selected from the source region (1 10) and the drain region (1 12) of the corresponding 
metal oxide semiconductor field effect transistor, the second conductor (270) of each 
memory element (103) being electrically connected to the output line (271), a second region 
10 of the corresponding metal oxide semiconductor field effect transistor which is selected from 
the source region (1 10) and the drain region (1 12) and which is free from the first region, 
being electrically connected to one of the N first selection lines (190), the gate region (116) 
being electrically connected to one of the M second selection lines (120). 

15 16. An electric apparatus comprising a processor, a memory coupled to the 

processor, and a display coupled to an output terminal of the processor, wherein the memory 
comprises an electrical device as claimed in Claim 1. 
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The electric device (1, 100) has a body (2, 101) with a resistor (7, 250) 
comprising a phase change material being changeable between a first phase and a second 
phase. The resistor (7, 250) has an electrical resistance which depends on whether the phase 
change material is in the first phase or the second phase. The resistor (7, 250) is able to 

5 conduct a current for enabling a transition from the first phase to the second phase. The phase 
change material is a fast growth material which may be a composition of formula Sbi-JVIc 
with c satisfying 0.05< c< 0.61, and M being one or more elements selected from the group 
of Ge, In, Ag, Ga, Te, Zn and Sn, or a composition of formula Sb a Te b Xioa-< a +-b) with a, b and 
100-(a+b) denoting atomic percentages satisfying 1< a/b < 8 and 4< 100-(a+b)< 22 , and X 

10 being one or more elements selected from Ge, In, Ag, Ga and Zn. 
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